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PROCESSES             Remove the pressure; the saw blade thus in-

serted should be taut.   Rub a small amount of
wax on the blade to make it run easily.
Holding                The worker sits in the same position as de-

the                       scribed above.   Place the metal flat, the part

Metal                   to be sawed over the V of the bench pin.

Hold the metal tight against the bench pin
with the fingers of the left hand.
Place the thumb on the underside of the bench
pin.

Holding                Grasp the handle of the saw frame firmly with

the                       the little finger and thumb and hold the other

Saw Frame            three fingers loosely on the handle.

Place the saw blade at right angles to the edge
to be sawed as shown in Fig. 7.
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SAWING

Saw away from the worker; make each stroke
the length of the saw blade; the blade should
not be pressed too firmly against the metal.
Move the forearm up and down while sawing.
Keep the back of the saw frame in a vertical
position.

Move the saw frame slowly from right to left
as the saw blade follows the curve of the line.
Move the saw with short quick strokes about
the center of the blade without 'going forward,
turn the metal or saw frame to allow the saw
to turn the angle.
File the edge smooth and even.